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METHOD FOR MANUFACTURING A CARCASS FOR TYES AND 
A CARCASS OBTAINED THEREBY 

The present invention relates to a method of 
manufacturing a carcass structure for vehicle wheel 
tyres, comprising the steps of: making at least one 
carcass ply by deposition of elongated sections 
circumferentially distributed on a toroidal support, each 
10 of said elongated sections extending in a U-shaped 
configuration around the cross-section outline of the 
toroidal support, to define two side portions mutually 
spaced apart in an axial direction, and one crown portion 
extending at a radially outer position between the side 
15 portions; applying annular reinforcing structures to a 
region close to the inner circumferential edges of said 
at least one carcass ply. 

The present invention also relates to a carcass structure 
20 for vehicle wheel tyres to be obtained by the above 
method, said carcass structure comprising: at least one 
carcass ply comprising elongated sections 
circumferentially distributed around a geometric rotation 
axis, each of said elongated sections extending in a U- 
25 shaped configuration around the cross-section outline of 
the carcass structure, to define two side portions 
mutually spaced apart in an "axial . direction, and one 
crown portion extending , at a radially outer position 
between the side ' portions; at least two annular 
30 reinforcing structures located close to respective inner 
circumferential edges of said at least one carcass ply. 

Manufacture' of tyres for vehicle wheels involves 
formation of a carcass structure essentially consisting 
35 of one or more carcass plies substantially shaped in a 
toroidal configuration and having their axially-opposite 
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side edges in engagement with resoe.i- ■ 

usually referred to as «blT reinf ° rcin 9 elements, 

i-u as bead cores" . 
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associated with the bead cores to form the carcass 
structure, production of a rubberized fabric comprising 
longitudinally-disposed continuous textile or metallic 
cords, through an extrusion and/or calendering process, 
5 is first required. This rubberized fabric is submitted to 
a transverse-cutting operation to produce lengths of 
predetermined sizes that are subsequently joined together 
so as to give rise to a continuous ribbon-like 
semifinished product having transversely-disposed 
10 parallel cords. 

Then this article of manufacture is to be cut into 
sections the length of which is correlated with the 
circumferential extension of the carcass to be made. 


15 


20 


25 


Production methods have been also proposed which, instead 
of resorting to the production of semifinished products, 
make the carcass structure directly during the tyre- 
manufacturing step. 

For instance, US Patent 5,453,140 herein quoted as an 
example of the most pertinent state of the art, discloses 
a method and an apparatus forming a carcass ply starting 
from a single cord previously wound around a. reel. 


According to the method and apparatus described in the 
above patent, at each operating cycle of the apparatus 
the cord drawn from the reel by power-driven idler 
rollers and maintained taut by a pneumatic tensioning 
30 system is . cut to size to obtain a section of 
.preestablished length. 

The cord section is picked up by a pick-up element 
mounted on a belt looped around power-driven pulleys, to 
35 be then laid down transversely on the outer surface of a 
toroidal support. 
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The section ends are then engaged by bending members of 
the belt type operating on opposite sides of the toroidal 
support for radially applying the cord section to the 
toroidal support by means of slide elements acting like 
5 fingers along the side portions of the section. 

Repetition of the above described operating cycle leads 
to deposition of a number of cord sections 
circumferentially disposed in side by side relationship 
until the whole circumferential extension of the toroidal 
support has been covered. 


10 


Necessarily, the toroidal support, is previously coated 
with a layer of raw rubber having a dual function, i.e. 
15 that of adhering to the cords deposited thereon so as to 
conveniently hold them in a fixed positioning, and that 
of constituting an air-proof inner liner in the finished 
tyre. 

2 0 Tyres obtained by this production method have a carcass 
structure in which the carcass ply or plies consist of 
individual cords, each having two side portions axially 
spaced apart from each other and oriented radially of the 
rotation axis of the tyre, and one crown portion 

25 extending at a radially outer position between the side 
portions . 

Within the scope of the carcass structure manufacture, it 
is also known that close to each of the tyre. beads, the 
opposite ends of the individual cords forming a carcass 
ply are placed, in an alternating sequence, at axially 
-opposite positions relative "to an annular anchoring 
element constituting said bead core, made in the form of 
a crown consisting of thread coils radially superposed 
35 upon each other, as disclosed in Patent EP 0 664 231 and 
in Patent US 5,702,548. 


30 
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In the abpve quoted art however, all cords forming -the 
carcass ply or plies are substantially disposed along 
the neutral axis of resistance to bending of the 
respective bead. Under this circumstance, the structural 
5 ' strength of the beads must necessarily rely on the 
stiffness of the filling inserts of very hard elastomer 
material incorporated into the bead structure, the 
behaviour of which is affected by temperature changes due 
both to environmental factors and stresses produced 
10 during usual operation. 

Proposed in Patent. FR 384 231 is accomplishment of a 
carcass structure by deposition on a toroidal support of 
a series of rectangular bands, of rubberized fabric 

15 circumf erentially arranged close to each other and 
disposed in radial planes relative to the geometric axis 
of the support drum itself* Deposition of the bands is 
carried out in such a manner that the end flaps of two 
non-consecutive bands are partly covered with the end 

20 flaps of the band interposed between them. Spaces 
existing between the end flaps covered with the bands are 
occupied by trapezoidal inserts applied to the end flaps 
of the band overlapping the end flaps' themselves. 
Deposition of the bands is carried out in different 

25 superposed layers, the number of which is correlated with 
the thickness to be given to the carcass structure. The 
presence of said trapezoida-1 inserts causes thickening of 
the carcass structure at the bead regions, ' so that a 
thickness which is twice that detectable at " the crown is 

30 achieved. 

•In Patent US 4,248,287 a method is disclosed according to 
which for' formation of the carcass structure it is 
provided that a plurality of layers each formed of radial 
35 strips made up of rubberized threads and 
circumf erentially disposed in side by side relationship 
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should be laid down on a toroidal drum. When deposition 
is completed, two bead cores are applied to the bead 
region and the end flaps of the carcass layers formed by 
the radial strips are turned up around them. 

5 

The Applicant has found that important advantages can be 
achieved both in terms of simplification of the 
production processes and in terms of improvement of the 
behavioural features of the tyre, if the carcass ply or 
10 plies are made by conveniently laying down strip-like 
sections on a- toroidal support, each of said sections 
comprising a plurality of cords parallel to each other 
which are incorporated into an elastomer layer. 

15 In this connection the Applicant has already developed 
different manufacturing methods being the object of 
respective European Patent Applications. 

For instance, in European Patent Applications No. 

20 .97830731.2 and No. 97830733.8 a manufacturing method and 
■ a tyre are respectively described in which the carcass 
structure is obtained by making a first and a second 
carcass plies each obtained by strip-like sections laic 
down sequentially in mutual circumferential side by side 

25 relationship. 

Tyres obtained in accordance with, the description of 
these patent applications have the end portions of the 
strip-like sections belonging to the first and second 
30 carcass plies disposed on opposite sides respectively 
relative to the annular reinforcing structures of the 
bead. 


35 


This expedient, in combination with the respectively 
crossed orientation of the strip-like sections belonging 
to each of the plies offers important advantages in terms 
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of structural strength of the tyre close to the beads -and 
sidewalls . 

In the European Patent Application No. 98830472.1 in the 
name of the same Applicant as well, accomplishment of a 
carcass ply is proposed which is made by laying down a 
first and a second series of strip-like sections m an 
alternating sequence, in which sections belonging to the 
first and second series terminate on respectively 
opposite sides relative to the reinforcing structures at 
the beads- 


Thus, advantages can be achieved in terms of structural 
strength at the tyre beads and sidewalls even in the 
15 presence of a single carcass ply. 

in the European Patent Application No. 98830662.7, still 
in the name of the same Applicant, the presence of two 
carcass plies each formed of two series of strip-like 

20 sections laid down in an alternating sequence is 
provided. The sections of each ply have a crossed 
orientation relative to those of the other ply and 
terminate at respectively opposite sides of a respective 
portion of the reinforcing structure at the bead, to give 

25 the tyre exceptional qualities in terms of mechanical 
resistance to stresses produced during the acceleration 
and deceleration steps, as well as .-during a slip running. 

In accordance with the present invention, it has been 
30 found that- in a carcass structure having one or more 
plies formed of elongated sections either in the form of 
a single cord or in the form of a strip made up of 
several parallel cords, it is advantageous for each 
section to be such disposed that its side port ions- are 
35 oriented with a given inclination relative to a direction 
radial to the rotation axis of the tyre, keeping the 
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crown portion substantially oriented in a radial plane or 
at all events at any desired angle independently of the 
inclination of the side portions. This result can be 
conveniently achieved by laying down the elongated 
5 sections in planes that are conveniently offset relative 
to a meridian plane of the toroidal support. 

■ Therefore, it is an object of the present invention to 
provxde a method of manufacturing a carcass structure for 
10 vehicle tyres, -characterized in that each of said 
sections is laid down substantially in a plane which ±s 
paralielly offset relative to a meridian P l ane of the 
toroidal support . 

15 Advantageously, each of said sections can be laid down in " 
a Plane parallel to said Meridian plane, in such a manner 
that each crown portion substantially lies in a reference 
Plane radia! to said geometric axis and passing through 
a .transition point between the crown portion and the 

e«e:r iVe h Side POrtl ° nS ' Wh " eaS Said Sid * Potion. 

»tL"tr inclined direction reiative ^ 

25 ;lr re H, detai1 ' dePOSiti °" ° £ «"> elongated sections 

down , S PlaCS ^ f ° 110Win9 "•*»- ^ng 

down a first series of elongated sections 

circumrerentially distributed- on said toroidal support- 

laying down a second series of elongated sections 

^ preferentially distributed on said toroidal support. 

in a possible embodiment, sections belonging respectively 
to the first and second series are laid down in offset 
deposition planes at respectively opposite sides relative 
to said meridian plane, so that the side portions of the 
sections respectively belonging to the first and second 
senes have respectively crossed orientations 


WO 00/38906 


- 9 - 


PCT/EP99/09389 


It is preferably provided for the sections of the first 
series to be laid down at a circumferential pitch which 
is at least twice the width of each elongated section, 
the sections of the second series being laid down in the 
5 spaces existing between the sections belonging to the 
first series so as to define together with the latter 
said at least one carcass ply together with the last 
mentioned sections. 

10 In more detail, the elongated sections are preferably 
laid down at a circumferential pitch corresponding to a 
multiple of their width, each of said sections being of 
a strip-like structure and comprising longitudinal and 
parallel thread-like elements at least partly covered 

15 with at least one layer of raw elastomer material. 

It is also provided that during deposition, the crown 
portions of each section should be arranged consecutively 
in side by side relationship along the . circumferential 
20 extension of the toroidal support, the side portions of 
each section being each partly covered with a side 
portion of at least one circumf erentially adjacent 
section. 

25 In a preferential solution of the invention, at least one 
first primary portion of each . annular reinforcing 
structure is applied against the side portions of the 
sections belonging to the. first series, before deposition 
of the sections belonging to the second series, the 

30 latter being laid down with their respective side 
portions overlapping the first primary portions on 
axially opposite sides relative to the side portions of 
the sections 1 of the first series. 

35 It is further preferably provided that after deposition 
of the sections belonging to the second series the 


^ XVi r e^ a ^\ p portion \ oW^ & ^ t *e 

serl nd se^ eS . and fourth cai cass P 
seasons ot s ed ^ ^ e txrst 

?1 " " . onS ^ gin ! st deP°^°* es a 

=, 0 ctiO nS _ _ 4. first-. ser^ 3 



15 


c^« SS ?W ' . onS ^°^ s t ^° Sitl °les 

tageousW- s * dQ vm * a nd **** fir9 t and 

seC ° lions ^ 10n<3 ond depos^ / e t on ne , s o 

• * do^n in . _ planes sa^- 10 nqinQ to 

1 otl d deposit 0 " •'^fe.ence « t . onS »el°« t a ti or. 
30 sides of XX* • crossed J . n , 

* ,o side P e9 . 

3S W'* 


WO 00/38906 


- 11 - 


PCT/EP99/09389 


It may be also conveniently carried out a further step of 
applying additional portions of the annular reinforcing 
structures to regions close to the circumferential inner 
edges of said at least one carcass ply, so that said at 
5 least one carcass- ply is partly interposed between the 
second primary portion and the additional portion of the 
respective annular reinforcing structure. 

In accordance with a further aspect of the invention, 
10 accomplishment of at least one primary portion of each 
annular reinforcing structure comprises the steps of: 
laying down at least one elongated element in concentric 
coils so as to form a circumf erentially inextensible 
annular insert substantially having the shape of a crown; 
15 forming at least one filling body of elastomer material.; 
joining the filling body to the first circumf erentially 
inextensible annular insert. 

Preferably, said elongated element is laid down directly 
20 against the end flaps of the elongated sections 
previously laid down on the toroidal support, so as to 
form said annular insert directly in contact against the 
elongated sections themselves, said filling body being 
formed by laying down a continuous strip of elastomer 
25 material directly against the previously formed annular 
insert. 

It is also an object of the invention to provide a 
carcass structure for vehicle tyres, characterized in 

30 that each of said sections substantially lies in a plane 
parallelly offset relative to a meridian plane of the 
•carcass structure, so that its crown portion is oriented, 
relative to" a* radial reference plane passing through a 
transition point between the crown portion and at least 

35 one of the corresponding side portions, at an angle of 
different value from the inclination of said at least one 
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side portion. 

In a preferential solution, each of said sections lies in 
a plane parallel to said radial reference plane, so that 
5 said crown portion substantially lies in said radial 
reference plane, whereas each side portion of the section 
itself extends in an inclined direction relative to the 
radial reference plane itself. 

10 Preferably, each of said sections has a strip-like 
structure and comprises longitudinal thread-like elements 
at least partly incorporated into at least one layer of 
elastomer material. 

15 In a possible embodiment, provision is made for at least 
one first series and one second series of elongated 
sections, in which sections belonging to the first and 
second series respectively lie in offset- planes on 
. respectively opposite sides relative to said meridian 

20 plane, so that the side portions of the sections of the 
first series have a crossed orientation relative to the 
side portions of the sections of the second series. 

In a preferential solution, sections belonging to the 
25 first series are circumf erentially distributed at a pitch 
at least equal to twice the v^idth.of said sections, the 
sections of the second .series being disposed in the 
spaces existing between the sections of the' first series 
so as to define said at least one carcass ply together 
30 with the last mentioned sections. 

' It is also preferably provided that each of said annular 
reinforcing structures should comprise at least one first 
primary portion axially interposed between the side 
35 portions of the sections belonging to the first series 
and second series respectively. 
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Provision may be also made for the presence of at least 
one third series of strip-like sections circumferential^ 
distributed at a pitch at least equal to twice the width 
of the sections themselves, and a fourth series of strip- 
like sections disposed in the spaces existing between the 
sections of the third series so as to define, together 
with the latter, at least one second carcass ply 
superposed on the first carcass ply formed of the 
sections of the first and second series. 

Preferably, sections belonging to the first and second 
carcass plies respectively lie in offset planes on 
respectively opposite sides relative to said meridian 
plane, so that the side portions of the sections 
15 belonging to the first carcass ply have a crossed 
orientation relative to the- side portions of the sections 
belonging to the second carcass ply. 

Advantageously, the side portions of each elongated 
20 section belonging to the. first and third series 
respectively are each partly overlapped by a side portion 
of at least one elongated adjacent section belonging to 
the second and fourth series respectively, at a stretch 
included between a radially outer edge of the respective 
25 primary portion of the annular reinforcing structure and 
a transition region between said side portions and crown 
portions. 

in accordance with a further aspect of the invention, 
30 each of said annular reinforcing structures comprises: at 
least one first primary portion axially interposed 
between the side portions of the sections belonging to 
the first series and second series respectively; and at 
least one second primary portion, axially interposed 
35 between the side portions of the sections belonging to 
the third and fourth series respectively. 
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Preferably, each of said annular reinforcing structures 
further comprises at least one additional portion 
disposed against the side portions of the elongated 
sections belonging to the fourth series, on the opposite 
side relative to the second primary portion of the 
annular structure itself. 

In more detail, it is preferably provided that each of 
said first and second primary portions of each of said 
inextensible reinforcing structures should comprise: a 
circumferentially inextensible . annular insert 
substantially in the form of a crown disposed coaxially 
with the carcass structure and adjacent to an inner 
circumferential edge of the carcass plies, said annular 
15 insert being formed of at least one elongated element 
extending in concentric coils; and . a filling body of 
elastomer material having one side joined to the annular 
anchoring insert. 

20 It is also preferably provided that said additional 
portion should comprise an additional circumf erentially- 
inextensible annular insert substantially in the form of 
a crown, made up of at least one . elongated element 
extending in concentric coils and disposed coaxially with 

25 the carcass structure at a position disposed axially in 
side by side relationship with the filling body of the 
second primary portion of- the respective inextensible 
annular structure. 


30 


35 


It is also an object of the invention to provide a tyre 
for vehicle wheels comprising a carcass structure 
manufactured as above stated. 

Further features and advantages will become more apparent 
from the detailed description of a preferred, non- 
exclusive embodiment, of a method of manufacturing a 


WO 00/38906 


PCT/EP99/09389 


carcass structure for vehicle wheel tyres and a carcass 
structure to be obtained by said method, in accordance 
with the present invention. This description will be 
taken hereinafter with reference to the accompanying 
5 drawings, given by way of non-limiting example, in which: 

- Fig. 1 is a fragmentary split perspective view of a 
tyre provided with a carcass structure manufactured in 
accordance with the present invention; 

- Fig. 2 is a diagram showing accomplishment of a 
10 continuous strip-like element intended for formation of 

the carcass ply or plies; 

- Fig. 3 is a- cross-section of an embodiment of said 
strip- like element ; 

Fig, 4 is a fragmentary perspective view 
15 diagrammatically showing the deposition sequence of a 
first series of strip-like sections for the purpose of 
forming a first carcass ply of a tyre in accordance with 
the invention; 

- Fig. 5 is a fragmentary perspective view of a first 
20 primary portion of the inextensible annular structure 

axially applied to said side flaps of the strip-like 
sections belonging to the first series and partly covered 
with the end flaps of strip-like sections belonging to a 
second series; 

25 - Fig. 6 shows a third series of strip-like sections laid 
down on the first carcass ply and a second primary 
portion of the annular reinforcing structure applied to 
the end flaps of the sections of the third series; 

- Fig. 7 shows a fourth series of strip-like sections 
30 alternated with the strip-like sections of the third 

series and an additional portion of the annular 
reinforcing structure applied to the end flaps of the 
sections of the fourth series; 

- Figs. 8 and 9 is a fragmentary side view showing two 
35 successive deposition steps for the strip-like sections 

belonging to the first series; 


WO 00/38906 


- 16 - 


PCT/EP99/09389 


Fig. 10 is a fragmentary side view showing the first 
primary portion of the annular reinforcing structure 
applied to the side portions of the strip-like sections 
of the first series; 
5 - Fig. 11 shows a starting step of the deposition of a 
second series of sections, interposed between the 
sections of the first series and superposed at the ends 
on the first primary portion of the annular reinforcing 
structure; 

L0 - Fig. 12 is a fragmentary side view showing a starting 
step of the deposition of a third series of sections^ 
superposed on a first carcass ply made u P of the sections 
of Lhe first and second series; 

- Fig. 13 shows a second primary portion of the annular 
5 reinforcing structure applied to the side portions of th« 

sections belonging to the third series; 

- Fig. i 4 shows a starting step of the deposition of a 
fourth series of sections, interposed between the 
sections of the third series; 

- Fig. 15 laterally shows an additional portion of the 
annular reinforcing structure applied to the side 
portions of the sections belonging to the fourth series. 

With. reference to the drawings, a tyre for vehicle wheels 
having a carcass structure 2 manufactured by a method in 
accordance with the present invention has been generally 
identified by reference numeral 1.. 

The carcass structure 2 has at least one carcass ply and 
preferably a first and a second carcass plies 3a 3b 
having a substantially toroidal conformation and in 
engagement, by their opposite circumferential edges, with 
a pair of annular reinforcing structures 4 (only one of 
them being shown in the drawings), each of which is 
located, when the tyre has been completed, at the region 
usually referred to as "tyre bead". 
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Circumferentially applied to the carcass structure 2. at 
a radially outer position thereof, is a belt structure 5 
comprising one or more belt strips 6a, 6b and 7. A tread 
band 8 is circumferentially superposed on the belt 
structure 5 and longitudinal and transverse cuts 8a are 
formed in said tread band 8, following a moulding 
operation carried out concurrently with vulcanization of 
the tyre, and such disposed as to define a desired -tread 
pattern" . 

Tyre 1 also comprises a pair of so-called "sidewalls" 9 
■laterally applied to opposite sides of the carcass 
structure 2. 

15 The carcass structure 2 may possibly be coated, on its 
inner walls, with a liner 10 essentially consisting of a 
layer of air-proof elastomer material, suitable to ensure 
the hermetic seal of the inflated tyre. 

20 Assembling of the above listed components,, as well as 
production of one or more of said components, takes place 
with the aid of a toroidal support 11, diagrammatically 
shown in Figs. 8 to 11, having the same configuration as 
the inner walls of the tyre to be manufactured. 

25 

The toroidal support 11 may have smaller sizes than those 
of the finished tyre, by- a" linear amount preferably 
included between 2% and 5% measured, just as an 
indication, along the circumferential extension of the 
30 support itself at an equatorial plane X-X thereof which 
is coincident with the equatorial plane .of the tyre. 

The toroidal support 11, which is not described or 
illustrated in detail in that it is not particularly of 
35 importance to the aims of the invention, may for example 
consist of a collapsible drum or an inflatable bladder 
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suitably reinforced, so that it may take and maintain the 
desired toroidal conformation under inflation conditions. 

The foregoing being stated, manufacturing of tyre i first 
5 involves formation of the carcass structure 2, starting 
with possible formation of liner 10. 

This liner 10 can be advantageously obtained by 
circumferentially winding around the toroidal support 11 

10 at least one ribbon-like band 12 of an air-proof 
elastomer material, produced from an extruder and/or a 
calender located close to the toroidal support itself. As 
viewed from Fig. 1, winding of the ribbon-like band 12 
substantially takes place in circumferential coils 

15 consecutively disposed in side by side relationship so as 
to follow the cross-section outline of the outer surface 
of the toroidal support 11. 

For the- purpose of the present description by cross- 
20 section outline it is herein" intended a configuration 
exhibited by the half-section of the toroidal support 11 
sectioned along a plane radial to a geometric rotation 
axis "O" thereof (Fig. 8-15) which is coincident with the 
geometric axis of rotation of the tyre, and therefore of 
25 the carcass structure 2 being manufactured. 

In accordance with the present- invention, the first 
carcass ply 3a is directly formed on the toroidal support 
11 by depositing thereon, as better clarified in the 

30 following,- a first and a second series of elongated 
sections 13, 14 obtained from at least one continuous 
elongated element 2a. Each elongated section 13, 14 mav 
be made in the* form of an individual cord or, as provided 
in a preferential solution, may advantageously have a 

35 strip-like structure in that it is obtained from at least 
one continuous strip-like element 2a (Figs. 2 and 3) 
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preferably, having a width included between 3 mm and. 15 
mm . 

The second carcass ply 3b is in turn formed upon the 
5 first carcass ply 3a by, as better clarified in the 
following, depositing a third and a fourth series of 
elongated sections 15, 16 that can be obtained from said 
continuous strip-like element 2a as well. 

10 As viewed from Fig. 2, preparation of the continuous 
strip-like element 2a essentially involves that one or 
more thread-like elements 17 and preferably three to' ten 
thread-like elements 17, fed from respective reels 17a, 
should be guided through a first extruder 18 associated 

15 with a first extrusion apparatus 19 carrying out feeding 
of raw elastomer material through the extruder itself. 

It is pointed out that, for the purpose of the present 
description, by "extruder" it is intended that part of 

20 the extrusion apparatus, also identified in this 
particular field by the term "extrusion head", provided 
with a so-called "die" passed through by the product 
being worked at a corresponding outlet port shaped and 
sized according to the geometrical and dimensional 

25 features to be given to the product itself. 

The elastomer material and- thread-like elements 17 are 
intimately joined together within the extruder 18, 
thereby generating the continuous strip-like element 2a 
30 at the outlet thereof, which element is formed of at 
least one layer of elastomer material 20 into the 
thickness of which the thread-like elements themselves 
are incorporated. 

35 Depending on requirements, the thread-like elements 17 in 
the extruder 18 can be guided in such a manner that they 
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are not integrally incorporated into the layer of 
elastomer material 19 but appear on one or both surfaces 
thereof . 

5 The thread-like elements 17 may each consist for example 
of a textile cord preferably having a diameter included 
between 0,6 mm and 1.2 mm, or a metallic cord preferably 
having a diameter included between 0.3 mm and 2.7 mm. 

10 Advantageously, if required, the thread-like elements 17 
can be disposed in the continuous strip-like element 2a 
in such a manner that they give the carcass ply 3 thus 
obtained unexpected qualities of compactness and 
homogeneity. For the purpose, the thread-like elements 17 

15 can be for example disposed at a density greater than six 
thread-like el ements/cent i metre, measured 

circumf erentially on the carcass ply 3 close to the 
equatorial plane X-X of tyre 1. In any case it is 
preferably provided that the thread-like elements 17 

20 should be disposed in the strip-like element 2a to a 
mutual distance between centres not lower than i.5 times 
the diameter of the thread-like elements themselves, so 
as to enable an appropriate rubberizing operation between 
- . respectively adjacent threads. 

25 

The continuous strip-like element 2a coming out of 
extruder 18 can be advantageously guided, possibly 
through a first accumulator-compensator device 19a, on a 
deposition apparatus the structure and operation features 

30 of which are described in more detail in the European 
Patent Application No. 97830731*2 in the name of the same 
Applicant, contents of which is considered as herein 
integrally incorporated. This deposition apparatus is 
adapted to sequentially cut the continuous strip-like 

35 element 2a into sections 13, 14, 15, 16 of predetermined 
length . 
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10 


15 


20 


25 


t* 14 15, 16 is immediately 
Cutting of each section 13, 14, 

followed by deposition of same on the toroidal support 1 

giving the section a U-shaped configuration around .he 

Loss-section outline of the toroidal support itself, m 
cross sectx side 

such a manner that m section 13, 14, id, 

. ,o a n ^ i5a 16a can be identified which 
portions 13a, 14a, ioa, ^ 

radia! ly extend towards the axis of the toroidal support 
11 at positions axially spaced apart from eaoh other, 
and one crown portion 13b, 14b, 15b, 16b extending at a 
radially outer position between the side portronsn 

itself. 

The toroidal support 11 can be driven in angular rotation 
with a step-by- step movement in synchronism with 
operation of said deposition apparatus, in such a manner 
that the cutting action of each section 13, 14, 15, 6 
follows its deposition at a position circumferentially 
spaced apart, from the previously laid down section 13, 
14, 15, 16. 

in more detail, rotation of the toroidal support 11 takes 
place at an angular pitch to which a circumferential 
displacement corresponds which is equal to a multiple ox 

4- • ^ i < -{A 15 16 or at all events 
the width of each section 15, 14/ -ld, iD 

at least twice said width. 

It is to point out that,, to th£ -aims of the present 
invention, when not /otherwise stated, the term 
« circumferential" refers to a circumference lying m the 
equatorial plane X-X and close to the outer surface of 
the toroidal support 11. 


30 


Due to the above described operating sequence, by a first 
full revolution of the toroidal support 11 around its 
35 axis deposition of the first series of strip-like 
sections 13 takes place, said sections being 
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circumf erentially distributed at a circumferential pitch 
equal to twice the width of each of them. Therefore, as 
clearly viewed from Fig. 4, an empty space X *S" is left 
between one and the other of the sections belonging to 
5 the first series, which space at least at the crown 
portions 13b of the sections themselves has the same 
width as the latter. 

In accordance with the present invention, it is 
10 advantageously provided that deposition of each section 
should not take place, as can be found on the contrary in 
the known art, in a meridian plane P of the toroidal 
support 11, i.e. in a plane passing through the geometric 
axis w O" of the toroidal support itself. As clearly seen 
15 in Figs. 8 to 10, deposition of each section 13 belonging 
to the first series takes place on the contrary in a 
first deposition plane N parallelly offset relative to 
said meridian plane P. 

20 To the aims of the present description by- "parallelly 
offset" it is intended that the deposition plane N, seen 
in a direction parallel to the geometric axis M 0" of the 
toroidal support 11 as in Figs. 8 to 15, is substantially 
parallel to the meridian plane P or in any case does not 

25 converge on the geometric axis of the toroidal support 
itself, at least at the intersection between the 
equatorial plane X-X and the" geometric axis. This does 
not prevent the deposition plane of each section from 
being also inclined to the meridian plane -P., when seen 

30 from a direction radial to the geometric axis M 0" , to 
give the crown portions a desired inclination relative to 
a direction parallel to the geometric axis itself. 

However, in a preferential embodiment it is provided for 
35 * the first deposition plane N to be parallel to the 
meridian plane P, which means that it is parallel even 
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- radial direction relative to the 

when seen irom ~ radial depo sition of each 

4. =vis w O" By so doing, de P oslLi 

geometric axis y that its crown 

section 13 ta.es place ^J^J each thread-like 

portion 13., and more J^^^ subs tantially 

element arranged in said crow p whe reas 

lie s in a plane radial to the inclined 

the side ^--e^e^- ^ r 

at a given angle a relati . through the 

r adial to the geometric axis CT P ^ ^ 

transition point between the crown p 

side portions themselves (see Fig. 8). 

lp can be easily controlled by suitably - 

Opening of angle a a be ^ 

adjusting distance d (see rig. ' is 
3 first deposition plane N and the meridian plane P 
^ Lusi- ^ ^ . Haired value or angie 

orientation of the crown portions 13b. 

,rP desired to be disposed at 
0 lf the crown ^xon, 1» «. extension 
some inclination relative to , « ..u deposition 
direction, the toroidal " a ^ lrst deoositior. 

apparatus may be such oriented th «¥ - - ^ ^ 

plan e N , "^^^/^ned to the meridian 
" T S eT Z in tne previously Ascribed case, due to 
o t setting. t»een the .deposition, plane H and the 
offsetting ue io 13b of each section 

meridian plane P, the crown P° rt ^ ™ . p , passing 

13 relative to each of the two radial planes P « 
1,5, reidLi . , een th e crown portion 

30 through the transition points \ ^ form an 

itself and the respective side portions 13a ' wli 

-. ,~ fhan the inclination angle cf 
angle of different value tha th. ^ ^ 

formed by the side portion itself, By 

distance ~d» between the deposition plane « and the 


distance "a" cetwccu — — - ,„„io««" of 

i-h<=> inclination angle cc oi 
35 meridian plane P, opening > * &e varied dependlng 

the side portions 13a will be abi- to 
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25 


30 


35 


on requirements, without the orients™ * 

portions llh w orientation of the crown 

portions 13b being submitted to any change. 

When deposit-ion of t-ho 
S >een competed ^ ^ ™ ^ ---3 h as 

of the toroidal suooori- n , Ierentlal extension 

P 11 ' acco nplishment of the r^rr^oo 
structure 2 oop<! . .... , e carcass 

Port i: z: tep t appiying fir " 

0 circumferential edges of th= 6 lmer 

manufactured (see Fra , of , C " CaSS Ply 3 bein ^ 

the carcass JaZ s V ' " P " rP ° Se ° f «*t.ialn, 

regions, known as w Hm , 

for ensurin, anc h ori ng of "„. tyre ' t V 

mounting rim. a corre sponding 

5 

Each of sa i d first primary portions c 

one fi rst circumferential^ ine.tensibTT " 
21, . substantially s^/ ^ ^ 

concentric with +.u a crown 

■ inner position a g ainst ^^IJ^T™^ 
The first annular insert ?i ^ ^ ' 

-st one .ic^t-^^'^^^.t 

xLner o y a continuous spiral or h» „ 
rings formed of respective ol Y concent ^c 

respective elongated elements. 

Combined with the first annular insert 21 ■ 

filling body 22 of insert 21 is a first 

thermoplastic type L matSria1 ' of the 

«• and 55= Shor T' D * inClUded bet -en 

and preferably a radTaTe^t 3 <* 23 = 0 

radial extension of fSst """^ ^ ^ 

une rirst annular insert 21. 
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in accordance with a preferential solution, the first 
annular insert 21 is made directly against the side 
portions 13a of sections 13 and forms coils 21a by 
winding up the thread-like element possibly with the aid 
5 of rollers or other suitable means acting against the 
surface of the toroidal support 11. 

Due to the sticky character of the elastomer layer 20 
coating sections 13 belonging to the first series, as 
10 well as of the possible liner 10. previously laid down on 
the drum itself, a steady positioning of the individual 
coils 21 is ensured during the forming step. 

Subsequently, the first filling body 22 can be in turn 
15 directly formed against the first annular insert 21 by 
application, for example, of a continuous strip of 
elastomer material coming out of an extruder located 
close to drum 11. The continuous strip may have the 
final conformation in section of the first filling body 
20 22 already on its coming out of the respective extruder. 
Alternatively, the continuous strip will have a reduced 
section relative to that of the filling body, and the 
latter will be obtained by applying the strip itself in 
several coils disposed in side by side relationship 
25 and/or superposed, to define the first filling body 22 in 
its final configuration. 

After application of the. first primary portions 4a of the 
annular reinforcing structures 4, formation of the first 

30 carcass ply 3a is completed by deposition of the second 
series of sections 14 which are obtained through cutting 
Of the continuous strip-like element 2a to size and are 
applied to the toroidal drum 11 in the same manner as 
said with reference to sections 13 belonging to the first 

35 series. 
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As clearly shown in Figs. 5 to 11, each section. 14 
belonging to the second series is laid down in a U-shaped 
conformation around the cross-section outline of the 
toroidal support 11, between two consecutive sections .13 
belonging to the first series and preferably according to 
an orientation parallel to the latter ones. In more 
detail, each section 14 belonging to the second series 
has the respective crown portion 14b circumf erentially 
interposed between the crown portions 13a of sections 13 
belonging to the first series, so as to fill the space 
" s " existing between them and a pair of side portions 14a 
carrying the end flaps of the section itself in 
superposed relationship with the respective first primary- 
portions 4a of the annular reinforcing structures 4, at 
15 axially opposite positions relative to the end flaps of 
sections 13 belonging to the first series. 


10 


20 


It may be also provided for the side portions 14a of each 
section 14 belonging to the second series to partly 
overlap the side portions 13a of two consecutive sections 
13 belonging to the first series, each at a stretch 
included between the radially outer edge of the 
respective primary portion 4a and the transition region 
between the side portion itself and the crown portion 
25 13b, 14b. 

Due to a mutual convergence Between the contiguous side 
portions 13a, 14a, radially oriented relative to the 
geometric axis of the toroidal support 11, overlapping or 

30 covering of the side portions 13a of sections 13 
belonging to the first series, i.e. the circumferential 
amplitude of the overlapping regions, progressively 
decreases starting from a maximum value, measured close 
to the radially outer edge of the first primary portion 

35 4a of each annular reinforcing structure 4, until a zero 
value at the transition region between the side portions 
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13a, 14a and the crown portions 13b, 14b. 

After carrying out deposition of sections 14 belonging to 
tfe second series in the above described _ 

. — -i , arrass civ 3b is started by 

formation of the second carcass piy 

■ deposition of the third series of sections 15. 

Also sections 15 belonging to the third series are laid 
down in a U-shaped configuration around the cross-sectxon 

^. ^vr- a c;c; niv 3a, and at a 

in outline of the rirst carcass pJ-y ^< 

c r mferential pitch which is e.ual to a 

the ir width, or at all events at least twice sa^«d 

substantially in the same manner as descried wrtn 

reference to deposition of sections 13, 14 belonging to 

15 the first and second series or in a similar- manner. 

As clearly shown in rig. 12, in a convenient solution 
sections 15 belonging to the third serres are lard down 
ln a second deposition plane N' which is offset on the 

. , ^ f^Qt dpnosition plane N, relative 

•20 opposite side from the first deposiuxu y 

to the meridian plane P. 

By so doing, sections 15 of the third series will have 
their crown portions 15b parallelly disposed xn a 
25 superposition relationship with the crown portxons of 
sections 13, 14 belonging to the first and/or second 
series. The side portions 15a of sections 15 belongxng to 
the third series in turn will be each inclined at an 
angle *cc" with respect to the radial reference plane R 
30 passing through the transition point between the side 
portions and the " respective crown portion 15b, with a 
crossed orientation relative to the side portions 13a, 
14a of the sections belonging to the first and second 


series. 


35 


Then application of second primary portions 4b of the 
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20 


annular reinforcing structures 4 to the end flaps, of 
sections 15 belonging to the third series is carried out, 
at axially opposite positions relative to the above 
mentioned first primary portions 4a. 

As viewed from the accompanying figures, each of the 
second primary portions is preferably structured in the 
same manner as described with reference to the first 
primary portions 4a. 


In particular, each second primary portion 4b has a 
respective second circumf erentially-inextensible annular 
insert 24 formed of at least one respective elongated 
element disposed in concentric coils 24a, so as to form 
15 a crown disposed coaxially with the carcass structure 2 
and close to the inner circumferential edges of the 
carcass plies 3a, 3b. 


Combined with the second annular insert 24, disposed 
against the end flaps of sections 14, 15 belonging, to the 
second and third series, is a second filling body 25 of 
elastomer material, shaped in the same manner as the 
first filling body .22. 

25 Accomplishment and application of the second annular 
insert 24 and the second filling body 25, as well as of 
the second primary portion W~ taken as a whole, can take 
place in the same manner as above described with 
reference to the first primary portion 4a 

30 

Then formation of the second carcass ply 3b is completed 
by depositing the fourth series of sections 16 in the 
second deposition plane N' , each inserted between two 
sections 15 belonging to the third series and overlaoping 
35 the second primary portions 4b by their side portions 
14a, at an axially opposite position relative to the side 
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10 


15 


20 


portions of sections 14 and 15 belonging to the second 
and third series, respectively. 

In accordance «ith a preferential e.rtoodiment of the 
invention, after deposition of sections 16 belonging to 
Z fourth series has been carried out, formation o the 
annular reinforcing structures 4 at the beads » 

completed. 

For- the purpose, as seen in Figs. 7 and 15, for each of 
tor t,uc ^mrtures 4 application of an 

the annular reinforcing structures 

additional portion 26 is provided against the end flaps 
of sections 16 belonging to the fourth series. 

•Preferably, each additional portion 26 is essentially 
ma de up of at least one additional crown-shaped annular 
Tnsert This additional annular insert 26 can be for 
example obtained by winding up in several coils disposeo 
in side by side relationship in a radial direction, a 
respective elongated element directly against the second 
carcass ply 3b previously formed on the toroidal support 
H, so as to form the second annular insert 26 direcly 
in contact with the carcass ply itself. 

Following this operation, each of the side portions of 
sections 16 belonging to the fourth series is 
advantageously enclosed .between the second primary 
portion 4b and the additional portion 26 of the 
respective annular reinforcing structure 4. 

in tyres of the " radial type, a belt structure 5 is 
. usually applied to the carcass structure 2. 

This belt structure 5 may be made in any manner 
35 convenient for a person skilled in the art and in the 
example shown it essentially comprises a first and a 


25 


30 
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second belt strips 6a, 6b having cords with, a 
respectively crossed orientation. Superposed on belt 
strips 6a, 6b is an auxiliary belt strip 7, for instance 
obtained by arranging around the belt strips, at least 
5 one continuous cord wound up in substantially 
circumferential coils axially disposed in side by side 
relationship . 

Then a tread band 8 is applied to the belt structure 5, 
10 whereas applied to the side portions of the carcass 
structure 2 are sidewalls 9 which too can be obtained in 
any manner convenient for a person skilled in the art. 

Embodiments of a belt structure, sidewalls and a tread 
15 band that can be advantageously adopted for full 
accomplishment of tyre 1 on the toroidal support 11 are 
disclosed in the European Patent Application No. 
97830632.2 in the name of the same Applicant. 

20 Tyre 1 thus manufactured can be now submitted, possibly 
after removal from support 11, to a vulcanization step 
that can be carried out in any known and conventional 
manner . 

25 The present invention achieves important advantages. 

In fact the carcass structure - in reference can be 
obtained directly on a toroidal support on which the 
whole tyre can be advantageously manufactured. Thus all 
30 problems connected with manufacture, storage and 
management of semifinished products which are common to 
■ manufacturing processes of traditional conception are 
eliminated. 

35 As compared with the method described in document US 
5,362,343, the manufacturing times for the carcass ply 
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can be greatly reduced due to the simultaneous deposition 
of as many thread-like elements as they are contained in 
each section 13, 14 or in the continuous strip-like 
element 2a from which sections 13, 14 come. Employment of 
5 sections 13, " 14 also dispenses with the need for 
previously depositing liner 10 on the toroidal support 
11 in fact, the elastomer layer 18 employed in forming 
the continuous strip-like element 2a is by itself able to 
ensure an efficient adhesion of said element to the 

~ »-+- ii 1-hprebv ensuring a steady 
10 toroidal support 11, tnereDy 

positioning of the individual sections 13, 14. 

Accuracy in positioning of sections 13, 14 and of the 
thread-like elements integrated thereinto is further 

15 improved by the fact that each section has an important 
structural consistency that makes it insensitive to 
vibrations or similar oscillation effects which can be 
transmitted by the deposition apparatus. In this 
connection it is to note that deposition of individual 

20 cords, as described in US Patent No. 5,362,343, may be 
somewhat problematic, due exactly to vibrations and/or 
oscillations to which said cords are submitted during the 
deposition step. 

25 Furthermore, simultaneous deposition of a plurality of 
thread-like elements in accordance with the invention 
enables the deposition apparatus to be- operated at slower 
rates than required when deposition of individual cords 
is concerned, which is a further advantage in terms or 

30 accuracy in working without on the other hand impairing 
productivity. 

Besides, deposition of strip-like sections directly 
crownwise to a toroidal support of an outline 
35 substantially identical with that of the finished tyre 
enables densities to be achieved that cannot be reached 
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with the known methods of the art contemplating 
deposition of a carcass ply in the form of a cylindrical 
sleeve and subsequent shaping of same into a toroidal 
form, with consequent thinning out of the carcass ply 
5 cords disposed crownwise to the finished tyre. 

In addition to the above, each strip-like section can be 
steadily fastened to the toroidal support by a vacuum 
effect produced through possible suction ducts, which 
10 steady fastening by vacuum cannot be achieved by known 
processes carrying out deposition of- individual cords. 

The construction and structure conception of the subject 
tyre, above all with reference to its carcass structure 
15 2, enables important improvements to be reached in terms 
of performance and structural strength. 

In particular, deposition of the elongated sections in 
planes which are offset relative to the meridian plane of 
20 the toroidal support enables the crown portions of the 
individual sections to be given a different inclination 
from that of the side portions. 

Thus a tyre can be obtained in which the thread-like 
25 elements forming the carcass plies have a radial 
orientation at the crown regipns of the tyre, whereas at 
the sidewalls the inclination of the- thread-like elements 
has respectively crossed orientations between a carcass 
ply and the other. 

30 

A tyre provided with such a carcass structure, due to the T 
• radial orientation of the thread-like elements of the 
carcass plies 1 at the .crown region, will have excellent 
longitudinal-flexibility qualities (resulting in an 
35 efficient absorption of road unevennesses) and stability 
in steering. 
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„ 4- • of the thread-like 
4. ,i i v r v, osse d orientation oi t«e 
The mutually crossed melons, in turn, gives 

elements at the sidewall and bead ^regio ' ^ 
an excellent structural -t~,th xn ^ ^ 

reference to torsional stresse conne ction 
acceleration and braking steps, as 
with resistance to slip thrusts. 

+ ■ orbicularly advantageous with reference 
This aspect is and very high performance, 

to low-profile tyres for h g sidewalls represents 

..ere' the structural ^ t<> the high 

an important crit.cal ^ ^ ^ 

torque values that tne uyj- 

^ that achievement of the technical 
It is also to no.e that ach dinated to the 

3 effects of the invention xs no, ^ strip _ like 

formation of the carcass plies by ^ e 

Tn fart the invention lends irseii. u ^ 
elements. In fact .he struC tures the plies of 

• 4-^ nrart ice also on carcass ^^-^ 
in to practice a Q _ r 1ndiv idual cords, 

which are made by deposition - 

0 It is further to note that accomplishment of the carcass 
It is xurtner ^ he r formation of a single 

25 ^ir.^- .!-«»» respectively, 
with reference to a meridian plane. 

inextensible annular » truct "^" into the carcass 

ir^^nr^ ^ the structural 

! tt" r o f 1vre 1 at the bead and sidewall regrons 


strength of tyre 1 ~ ---- _ usua ily required, 

35 where a greater structural =« eI ^ caused by slip 

above all in relation to the eliecx 
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thrusts. 

In fact, the presence of the circumf erentially 
inextensible annular inserts 21, 24, 26 intimately joined 
5 to the carcass plies 3a, 3b furnishes an excellent "link" 
with the thread-like elements 17 belonging to the 
different series of sections 13, 14, 15, 16. Thus the 
carcass structure 2 is further strengthened at the 
regions corresponding to the tyre 1 beads without 
10 requiring, for the purpose, use of additional strip-like 
inserts called ^ flippers" wound like a slipknot around 
the annular reinforcing structures 4, to which resort is 
made, on the contrary, in the known art. 

15 Th.e construction conception of the annular reinforcing 
structures 4 "in fact is capable of preventing the tyre 
beads from being deformed under the effect of slip 
thrusts or carrying out a rotation by pivoting on their 
rest points against the respective seats arranged in the 

20 wheel rim. 

In particular it is to note that the presence of* the 
first insert 21, the second insert 24 and the auxiliary 
insert 26, located directly in contact with the end flaps 
25 of the sections, efficiently hinders a tendency of the 
tyre bead to bend and rotate under the effect of slip 
thrusts. - ' - . 

Under this point of view, the behaviour of. the annular 
30 reinforcing structure 4 is substantially similar to that 
of a reinforcing structure as disclosed in the European 

■ Patent Application No. 978307 31.2 in the name of the same 

■ Applicant, to -which please refer for further details. 

35 It is also to note that the annular inserts 21, 24 and 26 
supply a further structural protection for the tyre at 
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the beads. 


